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I 
-AEROSPACE 
Hawkesbury,ON K6A1K7 
Purchase Order ID P025178 
i: 
l 


_Tel: 6136329577 
Fax:613 632 1053 


. 
....J 


Order From : 
AlRFASeO INDUSTRIES 
2655HARRISONAVENUES.W. 
CANTON,OR 44706-3047 
US 


Note: 


VU-AIROO2 


7/28/2014 


Ship To: 
. 
DART AEROSPACE 
LTD 
iil~~~i~ 
ON K6A 1K7 rr't~~~~~~ 
[d') 
CANADA 
- 


2655 Harrison Ave. SW 
Canton, 
Oh.io 44706-3047 
Phone: 330..430-6190 
Fax:- 33~O:430..6-19~9 


CERTIFICATE OF CONFORMANCE 


DART AEROSPACE 


I Hereby Certify that on 09/04/14 Airfasco Industries provided the supplies called for by 


Contract/ PO Number P025178 in accordance with all applicable requirements for shipment. 
I 


further state that the process certifications are in conformance with the contract requirements, 


including specifications and/or drawings, physical item identification (part number) and the 


quantity shown on this or attached acceptance document. 
The part numbers certified below have 


been manufactured in the United States. DFAR 252.225-7009 compliant in fastener base raw 


material melt source only, with heat number and country, does not include the post cadmium 


metal plating. 


Quality Assurance Representative 


PART NUMBER 
LOT NUMBER 
QUANTITY 
PART NUMBER 
LOT NUMBER 
QUANTITY 


AN5C32A 
24614 
50 


2655 Harrison Ave, SV'v' 
.._.~_C~an~onlOhio 44706~~_ 47 _ 
P 
330. 
61 
x: 
~43 
61 


PHYSICAL AND CHEMICAL 
CERTIFICATION 


DAIE MFG.: 09!04!l4 
--~------ 


.A,.FeLOT 
NO.:=24~' 6~1-,-4 
_ 


PART NO.: AN5C32A 
rev. 3 
PcrN!_\S_'l\.A__5C_"_32_. 
A_. 
_ 
QTY 
MFG.:_6(_) 
_ 


PROCUREMENT 
SPECIFICATION: 
Produced 
per NASM 6812 


HEAT TREAT 


VENDOR: 
('[ani3niivletal 
CERTIFICATION 
NO.: 60496 (23164) 


PROCT 
REM 
ENT 
SPECJFICA 
TION: 
_H_ea_t_T_rc_' 
a_t.F-pe_r_A_M_S~--,-H_-6~8-,-7_5_A 
~__ 


PLATING 


VENDO.R: 
_A_FC_' 
_ 
CERTJFlCA TION NO.: =14-,--=24-,-6~J_4 
_ 


PHOCUREMENT 
SPEClFICATION: 
P,assivate per AMS 2700. J'v1ethod 2. OQ-P-35 


MATERIAL 


MIL.L: Carpenter 
COUNTRY 
OF MELT: 
_U_S_A 
_ 
HF,AT: 
535468 


GRADE 
SPECIfICATION: 
Stainless Steel per MIL-S-18732, 
.AlVIS5628 E. Tvpe 431 SS . .322" 


ELEfVIENT-iD. 
LAOLE 
-C- 
-MN- 
.150 
.480 


431 S8 MATERIAL 
CHEMISTRY 
-P- 
-S- 
-SI- 
-NI- 
-CR- 
-MO- 
-CU- 
-AL- 
.016 
.002 
.450 
2.11 
15.83 
.040 
.020 i 
.000 


TENSILE 
6.5001bs. 
8.3241bs. 


PHYSICAL 
PROPERTIES 
YIELD 
SHEAR 
4.9801bs. 
5,750Ibs. 
7.910 lbs. 
6,843 lbs. 


HARDNESS 
IIRC 26-32 
HRC 30-31 


We hereby ccrtii}' that the above data is correct and that the fasteners have been manufactured 
and 
inspected in accm"dance \lith Airfasco Industries 
quality requirements. 


Airfasco Industries 
Quality Assurance 
Repl'esentative: 
T.West 
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Qh\UTY 
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C1 F4-0 


